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A molt Excellent offer of a certaine Inuention for a # 
nevv kind of fire, being both Cheape and Good, and moſt neceſ- - 


larv for all men, eſpecially in theſe deare times of Fuell. 2 [= 
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Eadcr,n ts hard ime for fiering,let him be well eltcemed that (hal bring thee Coales good 
& || cheape ;I dareſay if chou were atSea likely to perilh in a ſinking Ship, thou wouldſt for ever 
VU louethat man which would bring a boate for thee to ſaue thy lik with : So now thou wantelt 
XR ficring to warme thee and dre{le thy food,thinke not ill of thoſe two worthies, that here bring 
Wl thee fire at a cheaperate,onely let me be but accounted as a bellowes to blow thoſe two fires 
I| to be of more eſteeme. For Art often times brings that to paſſe, which ſtrength cannot ; we ſee 
daily the experience; as by fireand powder, a Bullet carried with more {trength and vigor, 
then any man can ſling or throw; Soinlike manner thou {halt here by thy practiſe ſee and find, that experience, 
which {hall giue thee full contene. This fire was firſt found out by a moſt worthy Gentleman Mr, Hugh Platte, 
ſometimes of Lincolnes Inne, (intheyeare of our Lord God 15 94.) a famous Artilt, and by hima ſhaddow of it 
& {hewed to the world,in his book intituled, The lewel-houſe of Art and Nature;wherein he keptchis Iewell ſecret,and 
 ſopreſeruedit,till it pleaſed Mr.Goſling, Gentleman and Artiſt,of late to vnlocke thatrich Cabinet, and toſhew it 
to the whole world ; who of his meere loue, without coueting of a Patent, hath for the good of the Poore and 
Rich,ſhewed it atfull in ample manner to gueall content and comfort ; Sir Hugh Plats fire being a round fire 
moſt fit to boyle, Mr.Goſlings being both fit ro boyle and roſt ; Hoch which fires I haue here ſhewed to the world, 
with the great benefits. For the benefits,it ſaues as M.So/7ing athrmes, in two Chaldren of coales, one load and a 
halfe; and I am certaine ypon my owne experience, thatl haue made tryall he ſpeakes the truth, and that very 
ſparingly too ; for I yerily beleeue,that were theſe bals made in Surnmer and kept dry, it would be far more excel- 
lent,then to be vſed wet. And thathe ſpeakes of,icis for certaine, chat in 4.Chaldren there may be ſaued 3.load, 
which at thirty ſhillings a Chaldren, 4.Chaldren coms to ſix pounds, and there may beeſaued in that, forty fiue 
ſhillings, whichl thirke being caſt vp,in Brewhouſes,Dyehouſes, Bakers, Cookes and private houſes, would riſe 
to alarge ſumme in a yeare. Therefore [ firſt haue ſet downe the wort! of it,and then next the vſes and good- 
neſle of it. 
1. For the worth of it,] referre it to your iudgement, to what value it will amount ynto yeerely for gaine. 
2. It is fweeterin burning,and beautifull, being made in good forme. 
3. It is durable and laſting,and nolofle at all. 
4. It is no way offenſiue,ertherin ſmoke or ſcinder. 
. It will employ many thouſands of mamed Souldiers, and poore fatherleſle children, and thus might our 
oor idle children be employed to worke,to ſerue the Cite ſtore, and pariſh Churches ſtocks of coales. 
6. It will preſerue Timber for Ships and building, 
7. It will make all Char-coale, Billets, and Fagots,cheape. 
&. The benefit of ſetting many thouſands at worke, would bea meanes that there might beno beggers. A 
Themanner to make it M. Goſſing hath ſet downe. Take ſtiffe morter alias loame without ſand, and ſoften it 
well with water. Vnto one bulhell of morter, put two bulhels of the ſmalleſt Sea-coales, and worke them all 
cogether with aſhouell,or ſuch like,and then roule the ſtuffe ſo wrought together, into round bals, or into roules 
liketo a Weauers ſhuttle;and then you may pile them 1n handſome manner like the pictures to make your fire: In D 
the open places you may if you pleaſe pricke your great Coales,for your great Coales muſt be broken ſmall if you D 
For vour Chamber fire, the beſtis if it bee mingled with Small-coale and Char-coale, I alwaies aduiſe = 
you, not to lay your bals or roules to eloſe, but ſo that the ayre may getin. Theſe may bee made in moulds ZZ 
as you make bricke if you pleaſe; but I hold a three ſquare mould beſt, and around, as here you may ſee the 
forme, So lreſt thy well wilher. 4 
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worke them with the Loame,and you may make theſe,and as ſoone as they bemade into bals or roules, you may 


make preſently a fire with them although they be wet, but they be the better to bevſed dry,there need be no loſle 
at all, for theleaſtpeece of it will burne to the laſt if it be calt on againe, 
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